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(54) Process and apparatus for preparing propylene homopolymers and copolymers 



(57) Described herein is a process and an appara- 
tus for preparing propylene homopolymers and copoly- 
mers, which comprises polymerizing propylene option- 
ally with comonomers in the presence of a catalyst at 
elevated temperature and pressure in at least one slurry 
reactor and at least one gas phase reactor, the polym- 



erization product of at least one slurry reactor, contain- 
ing unreacted monomers, being conducted to a first gas 
phase reactor essentially without recycling of the unre- 
acted monomers to the slurry reactor. The invention pro- 
vides for fast start-ups because the gas phase bed ma- 
terial is available directly from the loop reactor 
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Description 

Baclcground of the invention 

Fietd of the invention 5 

The present invention relates to propylene polym- 
erization. In particular, the present Invention concerns a 
process for preparing homopolymers and copolymers 
of propylene in a reactor system comprising a combina- 
tion of at least one slurry reactor and at least one gas 
phase reactor. The present invention also relates to an 
apparatus for producing homo- and copolymers of pro- 
pylene. 

Description of Reiated Art 

A large number of processes for preparing propyl- 
ene homo- and copolymers are known in the art. Thus, 
for example, when MgCl2*TiCl4. a conventional, sup- 
ported high-yield catalyst is used for polymerization, nu- 
merous different kinds of slurry and gas phase process- 
es can be employed. The bulk process is a slurry proc- 
ess, wherein the reaction takes place in pure monomer 
or in a reaction medium containing more than 60 wt-% 
of the monomer. The main advantage of a bulk process 
is formed by the high catalyst activity due to the fact that 
polymerization takes place in liquid monomer. This 
means that to achieve commercially acceptable catalyst 
productivity (expressed as kg polymer/gram of catalyst), 
a short residence time in the reactor is sufficient. Short 
residence time in the reactor means that the reactor can 
be of small size compared to e.g. fluid-bed gas phase 
reactor. The small reactor size leads to relatively low pol- 
ymer inventory in the reactor, which speeds up transi- 
tions between different products. 

The gas phase processes have lower activity be- 
cause polymerization takes place in gaseous monomer 
This leads to longer residence times, which increases 
the reactor size and thus polymer inventory required 
leading to slower grade transitions. On the other hand, 
the investment cost of gas phase processes is lower 
(less complicated), especially due to lower unused mon- 
omer recycle leading to lower recovery equipment in- 
vestment costs. Another advantage of gas phase proc- 
esses Is the possibility to produce high comonomer con- 
tent products. Still another advantage is the better In- 
herenl safely of the gas phase processes due to lower 
monomer inventory and lower pressure compared to 
bulk processes. 

in order to draw benefit from and avoid draw-backs 
of the different features of slurry bulk and gas phase 
processes, combined bulk and gas phase processes 
have been suggested in the prior art. 

For polymerization of vinyl chloride there has been 
proposed a slurry/gas phase reactor cascade where the 
first reactor is a loop reactor, and the polymer content 
of the loop reactor is concentrated with settling legs and 



led to a second reactor, which is a fluidized bed reactor. 
Reference is made to US Patent No. 3.622.553. The po- 
lymerization is continued in the fluidized bed. The outlet 
is made discontinuously using a settling leg in the loop 
in order to minimize the reaction medium transported to 
the gas phase reactor. 

Polymerization of propylene in a loop reactor, which 
can be operated in supercritical conditions, is disclosed 
in US Patent No. 4,740,550. The product of the loop re- 
actor is conducted to a gas phase reactor, wherein the 
reaction is continued. Before entering the gas phase the 
fines fraction of the polymerization product of the loop 
reactor is removed and fully or partly circulated back to 
the loop reactor. Together with the fines, a part of the 
unreacted monomers from the gas phase reactor is re- 
cycled directly to the 1 st stage loop reactor. 

The main object of US Patent No. 4,740,550 is to 
provide a process for preparing a block copolymer of 
high quality by feeding homopolymer with narrow resi- 
dence lime distribution lo the block copolymerizalion 
stage. The process disclosed comprises the following 
stages: first stage homopolymerization in a bulk loop re- 
actor, fines removal cyclone between the first and sec- 
ond stage, second stage homopolymerization in a gas 
phase reactor and finally impact copolymerizalion in an 
additional gas phase reactor. 

One problem with the process in US Patent No. 
4,740,550 is that if all the fines removed from the first 
stage loop reactor outlet are circulated back to the loop 
reactor, there is a risk that eventually the loop reactor is 
filled with inactive dead catalyst or slightly polymerized 
dead fines. On the other hand if a portion of this fines 
stream is combined with the product from the last reac- 
tor, this might cause inhomogenity problems in the final 
product. Still further if a portion of this fines stream is 
collected separately and blended with a separate 
homopolymer product as also suggested in US Patent 
No. 4.740,550, this leads to complicated and economi- 
cally unacceptable operation. As will be discussed in the 
detailed description of the present invention, we have 
found that impact copolymer of high quality can be pro- 
duced with two-stage homopolymerization followed by 
an impact copolymerization step without any fines re- 
moval and circulation either after the first or second 
stage homopolymerization. 

In the present invention one of the main objects is 
to minimize the amount of circulation by a specific se- 
quence of reaclors and by selecling the relative 
amounts produced in each reactor with that object in 
mind. This is an idea, which is clearly not the object of 
US Patent No. 4,740,550. This point is further clarified 
in the detailed description of the invention and in the ex- 
amples. 

For polymerization of olefins a process is known in 
which the first reaction is made in liquid, and the second 
reaction in the absence of the liquid (cf. GB Patent No. 

1 532 231). 

A two-step process has also been suggested for po- 
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lymerization of ethylene, cf. US Patent No. 4.368,291. 

A slurry prepolynnerization connected to the gas 
phase process is proposed in WO 88/02376. 

A gas phase process for polyolefins. where a spe- 
cial catalyst with spherical form is employed, has been 
proposed in EP-A 0 560 312 and EP-A 0 517 183. The 
catalyst is prepolymerized in a loop reactor using more 
than 5 parts polymer and 1 part catalyst up to 10 wl- % 
of total production. 

JP Patent Applications (Laid Open) Nos. 
58/065.710. 01/263,107 and 03/084.014 describe the 
manufacture of propylene-ethylene block copolymers in 
an apparatus comprising a combination of a slurry' re- 
actor and a gas phase reactor. The polymer slurry from 
the slurry reactor is ted into a classifying system in- 
stalled between propylene polymerization vessels, and 
a slurry containing coarse particles is supplied to a flash 
for gas separation and polymer is then fed to an ethyl- 
ene-propylene copolymerization vessel, while the slurry 
containing lines is returned to the slurry vessel. 

Some of the disadvantages associated with bulk 
and gas phase processes, respectively, are avoided by 
the suggested prior art combination processes. Howev- 
er, none of them meets the requirements for flexibility 
and low production costs dictated by the commercial 
production configuration. The recycling of large 
amounts of unreacted monomers from the the second 
stage reactor back to the first stage slurry (bulk) reactor 
increases investment and production costs and pre- 
vents independent control of reaction medium compo- 
sition in the two reactors. 

Summary of the Invention 

It is an object of the present invention to eliminate 
the problems related to the prior art of single and multi- 
ple-reactor processes and to provide a novel process 
for preparing homopolymers and copolymers of propyl- 
ene (and other alfa-olefin(s)). 

It is another object of the invention to provide a high- 
ly versatile process which can be used for preparing a 
wide range of different homopolymer and copolymer 
products of propylene. 

It is a third object of the invention to provide a novel 
apparatus for producing homo- ja copolymers of propyl- 
ene. 

These and other objects, together with the advan- 
tages thereof over known processes, which shall be- 
come apparent from specification which follows, are ac- 
complished by the invention as hereinafter described 
and claimed. 

The process according to the present invention is 
based on a combination of at least one slurry reactor 
and at least one gas phase reactor connected in series, 
in that order to form a cascade. Propylene homo- and 
copolymers are prepared In the presence of a catalyst 
at elevated temperature and pressure. According to the 
invention, the polymerization product of at least one 



slurry reactor containing unreacted monomers, is con- 
ducted to a first gas phase reactor with minimum or no 
recycling of monomer back to the slurry reactor. 

The homo- or copolymers prepared In the combina- 

5 tion of the slurry and first gas phase reactor are 
homophasic, i.e. miscible, and any rubbery component 
is added later. 

According to another aspect of the invention, at 
least one slurry reactor and at least one gas phase re- 

10 actor connected in series are employed as a reactor sys- 
tem, the at least one slurry reactor being a bulk loop 
reactor operated at high or super critical temperature, 
and the content of the slurry reactor, including the poly- 
mer product and reaction medium containing unreacted 

15 monomers, being directly fed into the gas phase reactor 
fluidized bed. 

According to still a further aspect of the invention, 
the reaction product of at least one slurry reactor is sub- 
jected to product separation by reducing the pressure 

20 thereof to evaporate volatile components. The solid sub- 
stances of the product separation operation are con- 
ducted to the gas phase reactor. The evaporated reac- 
tion medium including the unreacted monomers are 
separated from the other volatile components and also 

25 fed to the gas phase reactor, whereas hydrogen and in- 
ert hydrocarbons (e.g. lower alkanes), if any, are re- 
moved. The separated stream can be used In further 
reactors, e.g. as a hydrogen rich stream instead of hy- 
drogen feed, or the hydrogen can be recovered for other 

30 purposes. 

The apparatus comprises a reactor cascade formed 
by at least one slurry reactor connected in series with at 
least one gas phase reactor together with a conduit in- 
terconnecting said one slurry reactor with said one gas 

35 phase reactor for conducting essentially all of the unre- 
acted monomers from the slurry reactor to the gas 
phase reactor 

More specifically, the process according to the 
present invention is mainly characterized by what is stat- 

40 ed in the characterizing part of claim 1 . 

The apparatus is characterized by what is stated in 
the characterizing part of claim 37. 

The invention achieves a number of considerable 
advantages. With the present arrangement it has been 

45 found that the monomer fed into the first reactor can, to 
a large extent or fully, be consumed in the gas phase 
reactor(s) after the slurry reactor. This Is possible due 
to gas phase operation with small amount af gas leaving 
with the polymer product. The loop reactor dynamics in 

so the cascade provides fast transitions and high produc- 
tivity. Fast start-ups are also possible because the gas 
phase bed material is available directly from the loop 
reactor. With the loop and gas phase reactor cascade it 
is possible to produce a large variety of different broad 

55 molecular weight distribution or btmodal products. The 
at least one gas phase reactor provides high flexibility 
in the reaction rate ratio between the first and second 
part of the product because of adjustable bed level and 
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conversion, product and residence time flexibility 
and feed mononner evaporation power of the sec- 
ond stage; 

5 J. A process as staled in I combined with a 3rd stage 

impact copolymerization reactor and further to pro- 
vide such a product transfer system between stag- 
es 2 and 3 that possible excess hydrogen coming 
from stage 2 can be removed before stage 3; 

10 

K. A process as stated in I, where the composition 
of the reactors can be controlled largely independ- 
ently allowing a possibility to prepare highly novel 
polymer grades; 

75 

L. A process as stated in J, where the composition 
of the reactors can be controlled largely independ- 
ently allowing a possibility to prepare highly novel 
polymer grades; and 

20 

M. A process as stated in any of the objectives 
above, where the 1st stage reactor is operated at 
high or supercritical temperature to increase pro- 
ductivity, to improve heat removal and to provide a 
25 compact reactor size. 

Brief Description of the Drawings 

Figure 1 depicts in a schematic fashion the process 
30 configuration of a first preferred embodiment of the 
invention; 

Figure 2 depicts in a schematic fashion the process 
configuration of a second preferred embodiment of 
the invention; 

35 Figure 3 depicts in a schematic fashion the process 
configuration of a third preferred embodiment of the 
invention. 

Detailed Description of the Invention 

40 

Definitions 



reaction rate. The gas phase reactor has no solubility 
limitations which makes it possible to produce polymers 
of high and very high comonomer content. 

Furthermore, one of the preferred embodiments de- 
picted in Figure 3 below, which comprises separation of 
light components before the recovered monomer is fed 
into the gas phase, makes it possible independently to 
control polymerization conditions in slurry and gas 
phase, respectively, and thus provides for maximum 
flexibility of polymer alloy preparation. 

In summary, by means of the present invention it is 
possible to provide: 

A. A process for preparing standard and novel 
homopolymers and copolymers of propylene; 

B. A process with minimum or no recycling of mon- 
omer(s) back to the first stage reactor leading to 
cost effective production; 

C. A process, which produces standard homopoly- 
mer, propylene-ethylene random copolymer and 
propylene-ethylene impact copolymer grades at 
similar or lower cost than best state of the art tech- 
nology; 

D. A process, which produces novel propylene 
homopolymen propylene-alfa-olefin random copol- 
ymer, propylene-ethylene-alfa-olefin terpolymer 
and propylene-ethylene-(alfa-olefin) Impact copol- 
ymer grades at a cost similar or not significantly 
higher than the production of corresponding stand- 
ard grades by the best state of the art technology; 

E. A process, where high productivity, fast dynamics 
and compact reactor size of the 1st stage is com- 
bined by direct feed with the high once-through con- 
version, product and residence time flexibility and 
feed monomer evaporation power of the second 
stage; 

F A process as stated In E combined with a 3rd 
stage impact copolymerization reactor and further 
to provide such a product transfer system between 
stages 2 and 3 that possible excess hydrogen com- 4S 
ing from stage 2 can be removed before stage 3; 

G. A process as slated in E wilh a possibility to pre- 
pare novel polymer grades with broad molar mass 
distribution and/or high comonomer(s) content;. so 

H. A process as stated in F with a possibility to pre- 
pare novel polymer grades with broad molar mass 
distribution and/or high comonomer(s) content; 

55 

L A process, where high productivity, fast dynamics 
and compact reactor size of the 1st stage is com- 
bined via separation unit with the high once-through 



For the purpose of the present invention, "slurry re- 
actor" designates any reactor, such as a continuous or 
simple batch stirred tank reactor or loop reactor, oper- 
ating in bulk or slurry and in which the polymer forms in 
particulate form. "Bulk" means a polymerization in reac- 
tion medium that comprises at least 60 wt-% monomer. 
According to a preferred embodiment the slurry reactor 
comprises a bulk loop reactor. 

By "gas phase reactor" is meant any mechanically 
mixed or fluid bed reactor. Preferably the gas phase re- 
actor comprises a mechanically agitated fluid bod reac- 
tor with gas velocities of at least 0.2 m/sec. 

"High temperature polymerization" stands for po- 
lymerization temperatures above a limiting temperature 
of 80 °C known to be harmful for high yield catalysts of 
related prior art. At high temperatures the stereospecif- 
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icity of the catalyst and the morphology of the polymer 
powder can be lost This does not take place with the 
particularly preferred type of catalysts used in the inven- 
tion which is described below. The high temperature po- 
lymerization takes place above the limiting temperature s 
and below the corresponding critical temperature of the 
reaction medium. 

"Supercritical polymerization" designates polymer- 
ization that lakes place above a corresponding critical 
temperature and pressure of the reaction medium. 

By "direct feed" Is meant a process wherein the con- 
tent of the slurry reactor, the polymerization product and 
reaction medium, is led directly to the next stage gas 
phase reactor fluidized bed. 

By "indirect feed" is meant a process wherein the 
content of the slurry reactor is ted into the gas phase 
reactor fluidized bed, the polymerization product via a 
reaction medium separation unit and the reaction medi- 
um as a gas from the separation unit. Before the reaction 
medium is entered into the gas phase, some compo- 
nent, e.g. hydrogen, can be fully or partially removed 
therefrom with various technical means, such as mem- 
branes. 

"Separation unit" means a unit operation wherein 
some light components, e.g. hydrogen or optionally ni- 
trogen, can be separated from monomer(s) fully or par- 
tially with various technical means such as membranes, 
distillation, stripping or vent condensing. 

"Reaction zone " stands for one or several reactors 
of similar type producing the same type or characteris- 
tics of polymer connected in the series. 

The expressions "essentially without monomer re- 
cycling" and "with minimum or no monomer recycling" 
are synonymously used to indicate that less than 30 wt- 
7o. preferably less than 20 wt-%, in particular 0 wt-% of 
the monomers of the slurry reactor feed are recycled to 
the slurry process. By contrast, in conventional process- 
es normally 50 wt-% or more of the slurry process feed 
is recycled back to the slurry reactor. 

The overali process 

The present invention concerns a multistage proc- 
ess consisting of a bulk reaction zone including at least 
one slurry reactor and a gas phase reaction zone in- 
cluding at least one gas phase reactor. The gas phase 
reaction zone is arranged in cascade after at least one 
slurry reactor with a minimum or no recycling of mono- 
mer back to the first reactor and with direct feed or indi- 
rect feed to the gas phase for homo- or copolymerlzing 
propylene. 

In the direct feed process the content of the slurry 
reactor, the polymerization product and reaction medi- 
um, is conducted directly to the fluidized bed reactor 
The product outlet from the slurry reactor can be discon- 
tinuous, or preferably continuous. The slurry is led to the 
gas phase reaction zone as such without separation of 
any gases or particle streams based on different particle 



size. No particles are returned to the loop. Optionally, 
the line between the slurry reactor and the gas phase 
reactor can be heated in order to evaporate only a part 
or all of the reaction medium before it enters the gas 
phase reactor polymer bed. 

In the indirect feed to the gas phase process the 
content of the slurry reactor is led first into a reaction 
medium separation unit. The polymer is conducted into 
the gas phase reactor fluidized bed from said separation 
unit. The off gas from the separation unit is lead into the 
gas phase reactor in gaseous form. However before en- 
tering the gas phase the off gas is fully or partially freed 
from, e.g. hydrogen, with various technical solutions e. 
g. membranes or stripping. Alternatively the off gas can 
be condensed, and optionally hydrogen or other light 
components can be removed before the liquid monomer 
IS fed into the gas phase reactor. Gaseous monomer can 
be fed into any suitable place in the gas phase reactor, 
e.g. reactor circulation line, or directly into the reactor. 
The liquid monomer can be fed optionally into the poly- 
mer bed above the distribution plate, e.g. into the pow- 
der feed line, or into the circulation line before or after 
the circulation cooler 

The reaction is continued in the gas phase reactor 
(s). Monomer entering the gas phase from the slurry re- 
actor is part of the reactor gas inventory until it is con- 
verted into the polymer. 

In two reactor operation the polymer leaving the gas 
phase reactor with the outlet system enters a solid/gas 
separation unit. The polymer from the bottom is fed to 
further processing steps and the gas is compressed and 
circulated back to the gas phase reactor after purifica- 
tion steps. Typically light inerts. such as methane and 
ethane, and heavier inerts such as propane and oligom- 
ers are removed in these purification steps. The purifi- 
cation can be performed with distillation or membrane 
separation. In case of distillation the monomers are cir- 
culated back to the gas phase reactor mainly as liquid. 

In three reactor operation the polymer leaving the 
1 st gas phase reactor with the outlet system enters a 
solid/gas separation unit. The polymer from the bottom 
is fed further to 2nd gas phase reactor and the gas is 
compressed and circulated back to the 1st gas phase 
reactor after purification steps. Typically light Inerts, 
such as methane and ethane, and heavier inerts such 
as propane and oligomers are removed in these purifi- 
cation steps. The purification can be performed with dis- 
lillalion or membrane separation. In case ol dislillalion 
the monomers are circulated back to the gas phase re- 
actor mainly as liquid. 

Optionally in three reactor operation the polymer 
leaving the 1 st gas phase reactor with the outlet system 
enters the 2nd gas phase reactor directly with the ac- 
companying gas. 

In three reactor operation the polymer leaving the 
2nd gas phase reactor with the outlet system enters a 
soiid/gas separation unit. The polymer from the bottom 
is fed to further processing steps and the gas is com- 
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pressed and partly circulated back to the 2nd gas phase 
reactor directly, partly after purification steps. Typically 
light inerts, such as methane and ethane, and heavier 
inerts such as propane and oligomers are removed in 
these purification steps. The purification can be per- 
formed with distillation or membrane separation. In case 
of distillation an ethylene rich stream is circulated back 
to the 2nd gas phase reactor and a propylene-propane 
stream is fed to propane and oligomers removal steps. 

The polymerization products are obtained by using 
a catalyst. The catalyst can be any catalyst providing 
adequate activity at elevated temperature. The pre- 
ferred catalyst system used comprises a high yield Zie- 
gler-Natta catalyst having catalyst component, a co-cat- 
alyst component, an external donor and, optionally, an 
intemal donor. Another preferred catalyst system is a 
metallocene-based catalyst having a bridged ligand 
structure giving high stereoselectivity, and which is im- 
pregnated on a carrier or support in the form of an acti- 
vated complex. 

The polymerization temperature for homopolymers 
Is at least 80 °C and for copolymers at least 60 °C pref- 
erably at least 65 '^C. The slurry reactor is operated at 
elevated pressure at least 35 bar up to 100 bar, and the 
gas phase rcactor{s) at least 10 bar up to dew point 
pressure. Alternatively any reactor of the reactors in the 
series can be operated above the critical temperature 
and pressure, as described in, for example, Fl Patent 
Application No. 954814. 

Propylene and optionally one or more other Cg to 

olefins, e.g. ethylene, 1-butene, 4-methyl-1-pen- 
tene, 1-hexene, dienes, or cyclic olefins, are subjected 
to polymerization and copolymerization, respectively, in 
a plurality of polymerization reactors connected In se- 
ries. The optional olefin(s) can be used in any of the re- 
actors. Different amounts of hydrogen can be used as 
a molar mass modifier or regulator in any or every reac- 
tor. 

The desired homo- or copolymers of propylene can 
be recovered from the flash or product outlet tank of the 
gas phase reaction zone. 

The catalyst 

The polymerization products are obtained by using 
a catalyst. As catalyst any stereospecific catalyst for 
propylene can be used, which has high yield and useful 
polymer properties e.g. isolacticily and morphology at 
the high temperature and possible supercritical polym- 
erization. 

The preferred catalyst system used comprises a 
high yield Ziegler-Natta catalyst having catalyst compo- 
nent, a cocatalyst component, optionally, an external 
donor and an Internal donor. Another preferred catalyst 
system is a metaflocene catalyst having a bridged ligand 
structure giving high stereoselectivity, and which has an 
active complex impregnated on a carrier. Finally, the cat- 
alyst is preferably any other catalyst providing adequate 



activity at elevated temperature. 

Examples of suitable systems are described in, for 
example, Fl Patents Nos. 86866, 96615 and 88047, 
88048 and 88049. 
5 One particularly preferable catalyst, which can be 

used in the present invention Is disclosed In Fl Patent 
No. 88047. Another preferred catalyst is disclosed In Fl 
Patent Application No. 963707. 

A catalyst system useful in the present process can 

10 be prepared by reacting a magnesium halide compound 
with titanium tetrachloride and an Intemal donor. The 
magnesium halide compound is for example, selected 
from the group of magnesium chloride, a complex of 
magnesium chloride with lower alcohol and other deri- 

^5 vates of magnesium chloride. MgCl2 can be used as 
such or it can be combined with silica, e.g. by tilling 
pores of the silica with a solution or slurry containing 
MgClg. The lower alcohol used can be preferably meth- 
anol or ethanol, particularly ethanol. 

20 The titanium compound used in the preparation of 
the procatalyst Is preferably an organic or inorganic ti- 
tanium compound, having an oxidation state of titanium 
of 3 or 4. Also other transition metal compounds, such 
as vanadium, zirconium, chromium, molybdenum, and 

2S tungsten compounds can bo used or mixod with the ti- 
tanium compound. The titanium compound usually is 
halide or oxyhaiide, an organic metal halide, or a purely 
metal organic compound, in which only organic ligands 
have been attached to the transition metal. Particularly 

30 preferable are the titanium halides, especially TiC^. 
Preferably the titanation meaning catalyst carrier treat- 
ment with TiCU is carried out in two or three steps. 

The alkoxy group of the phtalic acid ester used com- 
prises at least five carbon atoms, preferably at least 8 

35 carbon atoms. Thus, as the ester can be used for ex- 
ample propylhexyl phthalate, dioctyl phthalate, dionyl 
phthalate, diisodecyl phthalate, di-undecyl phthalate. 
ditrldecyl phthalate or ditetradecyl phthalate. The moiar 
ratio of phthallc acid ester and magnesium halide Is pref- 

40 erably about 0.2. 

The catalyst prepared by the method above is used 
together with an organometaNic cocatalyst and with an 
external donor The external donor has the general 
formula : 

45 

R„R'„Si(R"0),.^ 

wherein R and R' can be the same or different and In- 
50 dependently represents a linear, branched or cyclic 
aliphatic, or aromatic group. The aliphatic groups can 
be saturated or unsaturated. As examples of suitable 
linear C^.^g hydrocarbons, methyl, ethyl, n-propyl, n- 
butyl and n-octyl can be mentioned. Saturated branched 
55 Cj.galkyl groups are represented by isopropyl, isobutyl, 
isopentyl, tert-amyl, and neopentyl. Cyclic aliphatic 
groups containing 4 to 8 carbon atoms are, e.g. cy- 
clopentyl. cyclohexyl. methyl cyclopentyl and cyclohep- 
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tyi. In the formula, n is an integer 0 to 3. m is an integer 
0 to 3 and n + m is 1 to 3 

"Strongly co-ordinating donor" designates donors 
which fornns relatively strong connplexes with catalyst 
surface, mainly with MgCIo surface in the presence of 
aluminium alkyi and TICI4. The donor components are 
characterised with strong complexation affinity towards 
catalyst surface and a slerically large and protective hy- 
drocarbon (R*). Typically this kind of donors has the 
structure 

R*„Si(OMe)^.„ 



chemical bond. The activator is selected from a group 
in which are derivates of water and aluminium alky Is e 
g. trimethyl aluminium, triethyl aluminium, and tri t-butyl 
aluminium, or another compound capable of activating 
5 the complex. The metallocene/activator reaction prod- 
uct, a solvent capable of dissolving it, and a porous sup- 
port are brought into mutual contact, the solvent is re- 
moved and the porous support is impregnated with the 
metallocene/activator reaction product, the maximum 
10 amount of which corresponds to the pore volume of the 
support, cf. International PCT Application No. PCT/ 
Ft 94/00499. 

Prepolymerization 

The catalyst can be prepolymerlzed prior to feeding 
into the first polymerization reactor of the series. During 
prepolymerization the catalyst components are contact- 
ed with a monomer, such as an olefin monomer, before 
feeding inlo the reactor. Examples of suitable systems 
are described in, lor example, Fl Patent Application No. 
Fl 961152. 

It is also possible to carry out the prepolymerization 
in the presence of a viscous substance, such as an 
olofinic wax, to provide a prcpolymcrizcd catalyst which 
is stabile during storage and handling. The catalyst pre- 
polymerlzed in wax will allow for easy dosing of the cat- 
alyst into the polymerization reactors. Examples of suit- 
able systems are described In, for example. Fl Patent 
No. 95387. 32. Typically about 1 part of catalyst is used 
for a maximum of 4 parts of polymer. 

The monomer used for prepolymerization can be 
selected from the group consisting of propylene. 
1-butene, 4-methyl-1 -pentene, 3-methyl-1 -butene, vi- 
nylcyclohexane, cyclopentene, 1-hexene, 1-octene, 
and 1 -decene. 

The prepolymerization can be performed batchwise 
in wax or in a continuous prepolymerization reactor or 
in acontinuous plug flow type prepolymerization reactor. 

Polymerization 

The invention is based on the combination of at 
least one slurry reactor and at least one gas phase re- 
actor connected in series, called a cascade. 

The equipment of the polymerization step can com- 
prise polymerization reactors of any suitable type. The 
slurry reactor can be any continuous or simple stirred 
batch tank reactor or loop reactor operating in bulk or 
slurry and the polymer forms in particular form in the re- 
actor. Bulk means a polymerization in reaction medium 
that comprises of at least 60 % (w/w) monomer. The gas 
phase reactor can be any mechanically mixed or fluid 
bed reactor. According to the present invention the slur- 
ry reactor is preferably a bulk loop reactor and the gas 
phase reactor is a fluidized bed type reactor with a me- 
chanical stirrer. 



wherein R'is branched aliphatic or cyclic or aromatic ^5 
group, and n is 1 or 2, preferably 2. [f^akromol Chem. 
192 (1991) p. 2857-2863, Harkonen el.al.] Use of this 
kind of donors will result in highly isotaclic PP. 
Another group of such donors are l.3-diethers 

20 

R'C(COMe)2 

wherein R'is branched aliphatic or cyclic or aromatic 
group. 25 
Generally with all donors strong co-ordination with 

MgCl2 requires an oxygen-oxygen distance of 2.5-2.9 
A. [Macromol. Symp. 89, (1995) p. 73-89) Albizzali et. 
al] 

In particular, the external donor is selected from the 30 
group consisting of dicyclopentyl dimethoxysilane and 
di-t-butyl dimethoxysilane. 

An organoaluminium compound is used as a cocat- 
alyst. The organoaluminium compound is preferably se- 
lected from the group consisting of trialkylaluminium. di- 35 
alkyl aluminium chloride and alkyl aluminium ses- 
quichloride. 

A catalyst, which can optionally be used in the 
present invention is disclosed in Fl Patent Applications 
Nos. 974621 , 974622. 97461 23 and in PCT/Fl 97/001 91 40 
and PCT/FI97/001 92. 

Optionally any metallocene catalyst capable of cat- 
alyzing the high and low or medium molar mass product 
can be used. The hydrogen sensitivity of the metal- 
locene catalyst can be up different from that of a Ziegler- 45 
Natta catalyst which means that different hydrogen con- 
cenlralions can be employed in the reaclors. 

The metallocene catalyst comprises a metallocene/ 
activator reaction product impregnated in a porous sup- 
port at maximum internal pore volume. The catalyst so 
complex comprises a ligand which is typically bridged, 
and a transition metal of group IVA...VIA, the catalytic 
metal is typically a halide, and aluminium alkyl. The tig- 
ands can belong to group of cyclic or heterocyclic sub- 
stituted or unsubst'ituted compounds, e.g. cyclopentadi- ss 
enyls, indenes, or any other bulky compound which can 
control the stereoselectivity of the catalyst especially 
when ligands are bridged together with silane or other 
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Any reactor in the process can be operated in super 
critical polymeri7ation conditions. 

The production split between the slurry reactor and 
the 1st gas phase reactor is typically 67:33-50:50 when 
nnonomer recycling back to the slurry reactor Is allowed. 
By contrast, the production In the slurry reactor is less 
than or equal to the production in the first gas phase 
reactor when no recycling back to the slurry reactor is 
required. In all the cases the production in the slurry re- 
actor is more than 10 %. Thus, according to a preferred 
embodiment, 10 to 70 wt-%. preferably 20 to 65 wt-%, 
in particular 40 to 60 wt-% of the polymer is prepared in 
the slurry reaction zone and no monomer Is recycled to 
the slurry reactor zone. When 50 % to 67 % of the pol- 
ymer is prepared in the slurry reaction zone, a small 
amount of the monomer can be recycled to the slurry 
reactor from the gas phase reaction zone. 

According to the invention, the polymerization proc- 
ess comprises at least the following steps of 

subjecting propylene and optionally other olefins to 
polymerization or copolymerlzation in a first slurry 
polymerization zone or reactor, 
recovering the first polymerization product from the 
first reaction zone with the reaction medium, 
directly or indirecly feeding the first polymerization 
product into a gas phase polymerization zone or re- 
actor, 

optionally feeding additional propylene and/or 
comonomer(s) to the second reaction zone, 
subjecting the excess propylene and/or comono- 
mers from 1st zone and additional propylene and/ 
or comonomer(s) to a second polymerization reac- 
tion in the presence of the first polymerization prod- 
uct to produce a second polymerization product, 
recovering the polymerization product from second 
reaction zone, and 

separating and recovering the polypropylene from 
the second reaction product. 

Additionally the process can also comprise one or 
more of the following additional steps 

prepolymerizing catalyst with one or more mono- 
mer(s). 

separating gas from the second reaction zone prod- 
uct, 

feeding the recovered polymerization product of the 
earlier zones to a third or fourth reaction zone or 
reactor. 

optionally feeding additional propylene and/or 
comonomer(s) to the third and fourth reaction zone, 
subjecting the excess propylene and/or comono- 
mer(s) and additional propylene and/or comono- 
mers to third and fourth polymerization reaction in 
the presence of the polymerization product of the 
earlier zones to produce a third or fourth polymeri- 
zation product, and 



recovering the polymerization product from the third 
or fourth reaction zone, and 
separating and recovering the polypropylene from 
the third or fourth reaction product. 

5 

In the first step of the process, propylene with the 
optional comonomer(s) together with the activated cat- 
alyst complex and optional cocatalyst and other aid 
components are fed into the first polymerization reactor 

10 Along with these components hydrogen as a molar 
mass regulator can be fed into the reactor in the amount 
required for achieving the desired molar mass of the pol- 
ymer. In the embodiment of no circulation back to the 
slurry reactor only fresh monomer Is fed into the first re- 

is actor. 

Alternatively, in the embodiment of minimum recy- 
cling of the monomer back to the slurry reactor, the feed 
of the reactor can consist of the recycled monomer from 
the following reactor(s), if any, together with added fresh 
monomer, hydrogen, optional comonomer(s) and cata- 
lyst components. 

The recovery section is designed to recover propyl- 
ene and ethylene and to recycle recovered components 
to the first stage gas phase reactor, second stage gas 
phase reactor and/or the loop reactor. Another feature 
of the recovery section is to remove light impurities 
which are catalyst poisons (e.g. CO), Inert components 
(methane, ethane, nitrogen etc.) and also to remove 
propane, heavy hydrocarbons, cocatalyst and oligom- 
ers. 

It is an object of the present invention to minimize 
the amount of unreacted monomers which need to be 
recycled. This aim is achieved by the specific sequence 
of reactors and by selecting the relative amounts of pol- 
ymer produced in each reactor with that object in mind. 
The advantages thereof are two-fold: the investment 
and operation cost of the recovery section is greatly re- 
duced and these features allow for more independent 
control of the composition of the first two reactors, since 
no or very little reaction medium from the second reactor 
is circulated back to the first reactor. 

In the embodiments of no or minimum recycling 
back to the slurry reactor there are two operational cas- 
es 1 and 2 for the recovery section as described in the 
following. The use of distillation for the separation of 
lights and heavies from the monomer(s) and for the sep- 
aration of one monomer from another is common engi- 
neering practice. 



The gas leaving the gas phase reactor with the 
product is compressed with a compressor to a distilla- 
tion column, here called heavies column. 

Purge gas, if any, from the gas phase reactor pres- 
sure control along with the compressed gas is fed as 
vapour to the heavies column, wherein the heavies, co- 
catalyst and oligomers are removed from the bottom 



so 1. Recovery in case of two reactor operation: 



25 
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and light impurities and inerts from the top. The bottom 
product of the heavies column is sent to treatment/dis- 
posal and non-condensable lights are treated in a proc- 
ess section where monomer is recovered and. option- 
ally, a hydrogen containing stream is recovered or sent 5 
to e.g. a nearby cracker or flared. 

Depending on the particular polymerization recipe, 
there is a possibility that cooling of the heavies column 
condenser with water is not entirely satisfactory, i.e. it 
may lead to high oft-gas flow and. thus, unacceptable io 
monomer losses. This problem can be solved by cooling 
the condenser with a refrigerant stream so that con- 
densing takes place at temperatures below normal cool- 
ing water temperatures. However, using a refrigeration 
system for the whole condenser duty results in high op- 
eration costs and high investment costs for the refriger- 
ation equipment. Therefore, and as an alternative or 
complement to distillation, the off-gas stream can be 
treated In a number of ways to minimize monomer loss- 
es and operating costs. For example, the stream can be 
treated in a separation unit, which can be (A) a so-called 
vent condenser, wherein the off-gas stream is partly 
condensed with refrigerant at temperatues below nor- 
mal cooling water temperatures, or (B) a membrane 
unit. 25 

The advantage of (A) is that the main cooling duty 
is provided by cooling water in the primary condenser, 
only the non-condensable fraction is passed through a 
refrigerated condenser. This decreases operation and 
investment costs of the refrigeration equipment. 30 

The advantage of the preferred solution (B) is that 
the use of refrigeration can be avoided altogether and 
a very high percentage of the monomers in the off-gas 
can be recovered. Also a hydrogen-rich stream can be 
recovered. 35 

Still, alternatively, this off-gas stream can be com- 
bined with cracker streams in case of an integrated 
plant. A further also preferred solution comprises return- 
ing a major part of the off-gas stream to the gas phase 
reactor with an off-gas compressor. 

The purified, condensed recovery stream is taken 
from heavies column condenser and the stream is re- 
circulated to the 1sl gas phase reactor through reactor 
propylene feed system. In case propane starts to accu- 
mulate in the system (high propane content in fresh pro- 45 
pylene), part of the recovery stream from the condenser 
can be sent to, e.g., a propylene/propane splitter, where 
propane is removed and propylene is recovered. 

In the embodiment of minimum circulation back to . 
the slurry reactor part of the condensed recovery stream so 
is circulated back to the loop reactor. The selection 
whether to circulate back to the slurry reactor depends 
on the production rate ratio between the slurry reactor 
and the gas phase reactor. 

In case the gas from the gas phase reactor contains ss 
a very high hydrogen concentration (as a result of the 
preparation of. e.g., broad MWD homopolymers). it is 
possible that propylene cannot be recovered as liquid 



distillate from the heavies column condenser because 
that stream would contain too much hydrogen (part of 
that stream would go into the loop reactor in case of min- 
imum circulation). In this case, propylene is recovered 
as a side-stream from the column. 

2. Recovery in case of three reactor operation: 

In case of impact copolymer production, i.e.. when 
the polymerization is continued in a second gas phase 
reactor, the operation of the recovery section is as de- 
scribed in the following. The main difference to the two- 
reactor operation is an additional column, which is need- 
ed for separation of ethylene from propane and propyl- 
ene contained in the outlet gas of the second gas phase 
reactor. 

The gas leaving the second gas phase reactor with 
product is compressed with a compressor and conduct- 
ed to a distillation column, here called the ethylene col- 
umn. 

Purge gas, if any, from the second gas phase reac- 
tor pressure control along with the compressed gas Is 
fed as vapour to the ethylene column. Ethylene rich 
streams from the ethylene column condenser are recy- 
cled back to the second gas phase reactor and propane 
and propylene are removed from the bottom. Both the 
possible condensed liquid distillate and the non-con- 
densed vapour (after off-gas separation) from the con- 
denser are recycled back to the second gas phase re- 
actor. A part of the non-condensed vapour is removed 
as off-gas to remove light inerts and possibly hydrogen 
from the second gas phase reactor. 

For this purpose, the non-condensed stream can be 
treated in a process section where monomer is recov- 
ered and optionally the hydrogen containing stream is 
recovered or sent to e.g. a nearby cracker or it is flared. 
The objects, benfitsand preferred solutions for this proc- 
ess section are the same as described earlier in the case 
of heavies column non-condensable stream. 

In all of the embodiments the presence of propyl- 
ene, optional comonomer(s), cocatalyst and other aid 
components, the activated catalyst complex will polym- 
erize and form a product in particulate form in the slurry 
reactor i.e polymer particles, which are suspended in 
the fluid circulated through the reactor. 

The polymerization medium typically comprises the 
monomer and/or a hydrocarbon, and the fluid is either 
liquid or gaseous. In the case of slurry reactor, in partic- 
ular a loop reactor the fluid is liquid and the suspension 
of polymer is circulated continuously through the slurry 
reactor whereby more suspension of polymer in particle 
form in hydrocarbon medium or monomer will be pro- 
duced. According to preferred embodiment, the first po- 
lymerization or copolymerization reaction is carried out 
in a reaction medium mainly consisting of propylene. At 
least 60 weight percent of the medium, preferably more 
than 90 wt-%, is propylene. 

The conditions of the slurry reactor are selected so 
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that at least 10 wt-%, preferably at least 12 wt-% of the 
whole production is polymerised in the first slurry reac- 
tor. The temperature is in the range of 40 to 110 °C. pref- 
erably in the range of 50 to 100 "C, and even more pref- 
erably for homopolymers 80 to 100 °C and for copoly- 5 
mers of high comonomer content 60 to 75 °C and for 
copolymers with high comonomer randomness 75 to 85 
"C. The reaction pressure is in the range of 30 to 100 
bar, preferably 35 to 80 bar, based on the vapour pres- 
sure of the reaction medium. io 

In slurry polymerization zone more than one reactor 
can be used in series. In such a case the polymer sus- 
pension in an inert hydrocarbon or in monomer pro- 
duced in the 1st slurry reactor, is fed without separation 
of inert components and monomers periodically or con- ^5 
tinuously to the following slurry reactor, which acts at 
lower pressure than the previous slurry reactor 

The polymerization heat is removed by cooling the 
reactor with a cooling jacket. The residence time in the 
slurry reactor must be at lest 10 minutes, preferably 20 
20-100 min for obtaining a sufficient degree of polymer- 
ization. This is necessary to achieve polymer yields of 
at least 40 kg PP/g cat. It is also advantageous to oper- 
ate the slurry reactor with high solid concentrations, e. 
g. 50 % for homopolymers and 35 or 40 % for some co- 2S 
polymers when the particles are swelling. If the solid 
concentration in the loop reactor is too low. the amount 
of reaction medium conducted to the second reaction 
zone or gas phase reactor is increasing. 

In the direct feed process the content of the slurry 30 
reactor, the polymerization product and reaction medi- 
um, is led directly to the next gas phase reactor fluidlzed 
bed. If the first polymerization reaction is carried out in 
the presence of hydrogen, then the pressure of the first 
polymerization product including the reaction medium is 35 
optionally reduced after the reaction zone in order to 
evaporate volatile components of the products, e.g. in 
a flash tank. The polymer is led into the gas phase re- 
actor fluidized bed. The off gas from the separation unit 
is lead to the gas phase reactor in gaseous form (indirect 40 
feed). Before entering the gas phase reactor some com- 
ponents e.g. hydrogen can fully or partially be removed 
from the off gas from the separation unit with various 
technical solutions. 

The second reactor is preferably a gas phase reac- 45 
tor, wherein propylene and optionally comonomer(s) are 
polymerized in reaction medium which consists of gas 
or vapour. 

The gas phase reactor can be an ordinary fluidized 
bed reactor, although other types of gas phase reactors so 
can be used. In a fluidized bed reactor, the bed consists 
of the formed and growing polymer particles as well as 
still active catalyst come along with the polymer fraction 
from the slurry reactor. The bed is kept in a fluidized 
state by introducing gaseous components, e.g. mono- 5S 
mer on such flow rate (at least 0.2 m/s) which make the 
particles act as a fluid The fluidizing gas can contain 
also inert gases, like nitrogen, and also hydrogen as a 



modifier. In the invention it is not recommendabie to use 
unnecessary inert gases, which may cause problems in 
the recovery section. 

The gas phase reactor used can be operated in the 
temperature range of 50 to 115 '^C. preferably between 
60 and 110 °C and reaction pressure between 10 and 
40 bar and below the dew point. The partial pressure of 
the monomer is preferably between 2 and 40 bar or 
more. 

According to one preferred embodiment, no fresh 
propylene is fed to the first gas phase reactor other than 
what is required for various flushings. 

The pressure of the second polymerization product 
including the gaseous reaction medium is then reduced 
after the first gas phase reactor in order to separate part 
of the gaseous and possible volatile components (e.g. 
heavy comonomers and compounds used for catalyst 
feeds) of the product e.g. in a flash tank. The overhead 
gas stream is recirculated through the recovery system 
back lo the first gas phase reactor or partly to the first 
gas phase reactor and partly to the slurry reactor. 

If desired, the polymerization product can be fed in- 
to a second gas phase reactor and subjected to a third 
polymerization reaction to produce a modified polymer- 
ization product from which the polypropylene is sepa- 
rated and recovered. The third polymerization reaction 
is carried out in a gas phase reactor in the presence of 
comonomers which give the third polymerization prod- 
uct properties e.g. improved impact strength, ductility or 
softness. Typically part of the gases coming from the 
first gas phase reactor are removed in a pressure re- 
duction step before the second gas phase reactor. The 
removed gases are compressed to the recovery section 
and handled as already described in the two reactor 
case. Alternatively, the second product can be trans- 
ferred directly to the third reactor 

It is further possible to transfer the product of the 
third reaction to a fourth polymerization reaction wherein 
polymerization is carried out in the presence of comon- 
omers which give the fourth polymerization product 
properties e.g. improved stiffness to impact balance or 
stress whitening or white blush properties, ductility or 
softness. 

Generally, if copolymers are produced by means of 
the present invention they contain at least 0.5 wt-7o of 
comonomer(s), in particular at least about 2 wt-% and 
preferably up to 20 wt-% of at least one comonomer. A 
typical comonomer content o( a copolymer led lo the first 
gas phase reactor is about 2 to 16 wl-%. The copoly- 
mers produced can exhibit properties of high random- 
ness (very soft copolymers). 

If desired, the polymerization product can be fed in- 
to a second gas phase reactor in which a rubbery co- 
polymer is provided by a third (co)polymerrzation reac- 
tion to produce a modified polymerization product. This 
third polymerization reaction will give the polymerization 
product properties of e.g. improved impact strength. The 
step of providing an elastomer can be pertomed in var- 
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ious ways. Thus, preferably an elastomer is produced 
by copolymerizing at least propylene and ethylene into 
an elastonner. The conditions for the copolymerization 
are within the limits of conventional EPM production 
conditions such as they are disclosed, e.g., in Encyclo- 
pedia of Polymer Science and Engineering. Second Edi- 
tion. Vol. 6. p.545-558. A rubbery product is formed if 
the ethylene repeating unit content in the polymer lies 
within a certain range. Thus, preferably, ethylene and 
propylene are copolymerized into an elastomer in such 
a ratio that the copolymer contains from 10 to 70 % by 
weight of ethylene units. In particular, the ethylene unit 
content is from 30 to 50 % by weight of the copolymer 
propylene/ethylene elastomer. In other words, ethylene 
and propylene are copolymerized into an elastomer in 
a molar ratio of ethyl en e-lo-propylene of 30/70 to 50/50. 

The elastomer can also be provided by adding a 
ready-made or natural elastomer to the polymer product 
of the first gas phase reactor. 

The impact modified polypropylene typically con- 
tains about 5 to 50 wt-%, in particular about 1 0 to 45 wt- 
% and preferably about 15 to 40 wt-% of an elastomer 
described above. 

Summarising what has been stated above, one par- 
ticularly preferred embodiment of the invention compris- 
es (Fig. 1 ) 

polymerizing propylene in a loop reactor at a pres- 
sure of 40 to 80 bar. at a temperature of 80 to 100 
°C and hydrogen is used to control the molar mass 
of the polymerization product, 

recovering the polymerization product from the loop 
reactor and conducting it to a gas phase reactor flu- 
id bed, 

optionally feeding additional propylene and optional 
comonomer to the gas phase reactor, 
optionally feeding additional hydrogen to the gas 
phase reactor to control the hydrogen-to-propylene 
ratio to provide the desired molecular mass of the 
polymerization product, 

recovering the polymerization product from the gas 
phase reactor and conducting it to a flash tank, 
wherein the pressure of the product is reduced to 
produce an overhead product containing essential- 
ly non-reacted propylene and hydrogen and a bot- 
tom product primarily containing polymerized sol- 
ids, 

recycling the overhead product or at leasl a major 
part of it to the gas phase reactor via a recovery 
section, and 

recovering polypropylene polymer as the bottom 
product of the flash tank. 

According to the second particularly preferred em- 
bodiment (Fig. 1): 

propylene and copolymer(s). e.g. ethylene or 
1-butene or both, are polymerised in a loop reactor 



at a pressure ol 40 to 80 bar, at a temperature of 60 
to 80 and hydrogen is used to provide a polym- 
erization product having the desired molar mass, 
the polymerization product from the loop reactor is 

5 conducted directly to a gas phase reactor fluid bed, 
optionally additional propylene and comomomer(s) 
are fed to the gas phase reactor, 
optional I additional hydrogen is fed to the gas phase 
reactor to control the hydrogen-to-propylene ratio 

10 to provide desired molecular mass of the polymer- 
ization product, 

the polymerization product is recovered from the 
gas phase reactor and conducted to a flash tank, 
wherein the pressure is reduced to produce an 

15 overhead product containing essentially non-react- 
ed monomers and hydrogen and a bottom product 
primarily containing polymerized solids, 
the overhead product or at least a major part of it is 
recycled to the gas phase reactor via a recovery 

20 section, and 

polypropylene polymer is recovered as the bottom 
product of the flash tank. 

According to the third particularly preferred embod- 
25 imcnt (Fig. 2): 

propylene and optionally comonomers are polymer- 
ised in a loop reactor at a pressure of 40 to 80 bar, 
at a temperature of 60 to 100 °C and hydrogen is 
30 used to control the molar mass of the polymeriza- 
tion product. 

the polymerization product from the loop reactor is 
recovered and conducted to a gas phase reactor 
fluid bed, 

35 - optionally additional propylene and optional comon- 
omer is fed to the gas phase reactor, 
additional hydrogen is optionally fed to the gas 
phase reactor to control the hydrogen-to-propylene 
ratio to provide desired molecular mass of the po- 

40 lymerization product, 

the polymerization product from the first gas phase 
reactor is recovered and conducted to an interme- 
diate flash tank, wherein the pressure of the product 
is reduced to produce an overhead product contain- 

^5 ing essentially non-reacted monomer(s) and hydro- 
gen and a bottom product primarily containing pol- 
ymerised solids, 

the overhead product or at leasl a major pari of il is 
recycled to the first gas phase reactor via a recovery 

so section, 

the polypropylene polymer from the bottom of the 
intermediate flash tank is fed to a third polymeriza- 
tion reaction via a polymer food system, 
the third polymerization reaction is carried out in a 

55 gas phase reactor in the presence of comonomers. 
the polymerization product from the second gas 
phase reactor is recovered and conducted to a flash 
tank, wherein the pressure of the product is reduced 
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to produce an overhead product containing essen- 
tially non-reacted monomer(s) and hydrogen and a 
bottonn product containing primarily polymerised 

solids, 

optionally the polymerization product from the third 
polymerization can be conducted directly or via a 
flash tank to a third (fourth etc.) gas phase polym- 
erization reactor, wherein polymerization is carried 
out in the presence of comonomers. 

According to a fourth particularly preferred embod- 
iment (Fig. 3); 

propylene and optionally comonomers are polymer- 
ised in a loop reactor at a pressure of 40 to 80 bar, 
at a temperature of 60 to 100 '^C and hydrogen is 
used to control the molar mass of the polymeriza- 
tion product, 

the polymerization product from the loop reactor is 
recovered and conducted to a flash separator, from 
where the hydrocarbon medium is removed from 
the top as the overhead and the polymer from the 
bottom. 

the overhead is treated in e.g. membrane unit to re- 
move hydrogen and/or other components, 
the treated overhead is conducted to the next gas 
phase reactor. 

the polymer from the bottom is fed to next gas phase 
reactor fluid bed, 

optionally additional propylene and optional comon- 
omer is fed to the gas phase reactor, 
optionally additional hydrogen is fed to the gas 
phase to control the hydrogen-to-propylene ratio to 
provide desired molecular mass of the polymeriza- 
tion product, 

the polymerization product from the first gas phase 
reactor is recovered and conducted to a flash tank, 
wherein the pressure of the product is reduced to 
produce an overhead product containing essential- 
ly non-reacted monomer(s) and hydrogen and a 
bottom product primarily containing polymerised 
solids, 

polypropylene polymer is recovered as the bottom 
product of the flash tank 

optionally the polymerization product from the sec- 
ond polymerization can be conducted directly or via 
a flash tank to a third (fourth etc.) gas phase polym- 
erization reactor, wherein polymerization is carried 
out in the presence of comonomers. 

The apparatus for carrying out the fourth embodi- 
ment comprises in combination: 

at least one slurry reactor and at least one gas 
phase reactor, arranged in series to form a cascade, 
a flash tank for separating polymer from reaction 
medium containing unreacted monomers and vola- 
tile compounds, said tank having an inlet for a po- 
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lymerization product and an outlet for the polymer 
and an outlet for the reaction medium, 
a separation means for separating volatile com- 
pounds from the reaction medium, said separation 
means having an inlet for the reaction medium and 
an outlet for the reaction medium and an outlet for 
the volatile compounds, 

a first conduit interconnecting at least one slurry re- 
actor with the inlet of the flash tank, 
a second conduit interconnecting the outlet of the 
polymer with at least one gas phase reactor 
a third conduit interconnecting the outlet of the re- 
action medium with the inlet of the separation 
means, and 

a fourth conduit interconnecting the outlet of the re- 
action medium with the gas phase reactor. 



These above-mentioned four preferred embodi- 
ments are also depicted in the attached drawings, which 
illustrate the particular configuration of process equip- 
ment used. The numerals refer to the following pieces 
of equipment: 





1; 101; 201 


prepolymerization reactor 


25 


30; 1 30; 230 


catalyst reservoir 




31; 131; 231 


feeding device 




32; 1 32; 232 


diluent (optional) 




33; 133; 233 


catalyst/diluent mixture 




34; 1 34; 234 


monomer 


30 


35; 135; 235 


cocatalyst and possible donors 




40; 140; 240 


loop reactor 




42; 142; 242 


diluent feed (optional) 




43; 143; 243 


monomer feed 




44; 144; 244 


hydrogen feed 


35 


45; 145; 245 


comonomer feed (optional) 




46; 146; 246 


back to the loop reactor 40; 140; 240 



46b; 146b; 
246b 
40 47; 147; 247 
248 

150b, 250 
251 
252 
45 152b 

60; 160; 160b 
260 

61; 161; 161b 
261b 
so 62; 162; 162b 
262 

63; 163; 163b 
263 

64; 164; 164b 
55 264 

65; 165; 165b 
265 

66; 166; 166b 



through the line 46; 146; 246 

recirculation to recovery 

recirculation to recovery 

one or several exhaust valve 

product transfer line 

flash separator 

recovery unit and off gas vent 

removing line 

removing line 

gas phase reactor 

gas phase reactor 

gas transfer line 

gas transfer line 

compressor 

compressor 

monomer feed 

monomer food 

comonomer feed 

comonomer feed 

hydrogen feed 

hydrogen feed 

transfer line 
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266 


transfer line 


67; 167 


product transfer line 


68: 168. 


polymer product recovery system, e. 




g. flash tank 


268: 269b 


polymer product recovery system, e. 




Q. flash tank 


69; 169; 269 


recover^' line 


269a 


recovery line 


251 


separation unit 


70; 170; 270 


monomer recovery system 



Turning to Figure 1. it can be noted that catalyst 
from reservoir 30 is fed to the feeding device 31 together 
with optional diluent from line 32. The feeding device 31 
feeds the catalyst/diluent mixture into the prepolymeri- 
zation chamber 1 via line 33. Monomer is fed through 
34 and cocaialysl and possible donors can be led into 
the reactor 1 through conduits 35 on preferably, the co- 
catalyst and donor(s) are intermixed and ted in line 35. 

From the prepolymerizalbn chamber 1 the prepo- 
lymerized catalyst is removed preferably directly 
through line 36 and transferred to a loop reactor 40. In 
the loop reactor 40 the polymerization is continued by 
adding an optional diluent from the line 42, monomer 
from lino 43, hydrogen from line 44 and an optional ^5 
comonomer from line 45 through the line 46. An optional 
cocatalyst can also be introduced into the loop reactor 
40. 

From the loop reactor 40 the polymer-hydrocarbon 
mixture is fed through one or several exhaust valves 47 30 
described in, e.g., Fl Patent Applications Nos. 971368 
or 971367. There is a direct product transfer 67 from the 
loop reactor 40 to gas phase reactor 60. 

In the lower part of the gas phase reactor 60 there 
is a fluid bed consisting of polymer particles, which will 35 
be kept in a fluldized state In an ordinary way by circu- 
lating the gases removed from the top of the reactor 60 
though line 61, compressor 62 and a heat exchanger 
(not presented) to the lower part of the reactor 60 in an 
ordinary way. The reactor 60 Is advantageously, but not 40 
necessarily, equipped with a mixer (described in Fl Pat- 
ent Application No. 933073, not shown in the figure). To 
the lower part of the reactor 60 can be led in a well known 
way monomers from line 63. optionally comonomer from 
line 64 and hydrogen from the line 65. The product will ^5 
be removed from the reactor 60 continually or periodi- 
cally through the transfer line 66 to the flash tank 66. 
The overhead product ol the recovery system is circu- 
lated to the gas phase reactor via a monomer recovery 
system. so 

The embodiment shown in Figure 2 differs from the 
one in Figure 1 only in the sense that product from gas 
phase reactor 1 60 is fed into the additional gas phase 
reactor 1 60b. The polymer particles are removed from 
the flash tank 168 through the polymer feed tank 150b 55 
and the removing line 152b to the gas phase reactor 
160b. The gas phase reactor is advantageously 
equipped with a mixer (not shown). 



The overhead of the flash 1 68b is recycled partly to 
the gas phase reactor 160b and partly to the monomer 
recovery system. 

The embodiment shown in Figure 3 differs from the 
one in Figure 1 in that the product of the slurry reactor 
240 is conducted to a flash separator 250. The hydro- 
carbon medium is removed from the polymer particles, 
the remaining monomer and hydrogen are removed 
from the flash separator 250 either through to the recov- 
ery unit 251 or preferably to gas phase reactor 260 
through the line 269a after possible separation of light 
components e.g. hydrogen. 

In all of the above presented embodiments, the nu- 
merals 70, 1 70, and 270 signify separation means, such 
as membrane unit or stripping columns, which are ca- 
pable of freeing the recycle monomer of the gas phase 
reactor(s) (60. 160. 160b and 260) or of the separators 
(68, 168. 168b and 268) from hydrogen and/or light inert 
hydrocarbons typically having a lower boiling point than 
the monomer(s). 

The following non-limiting examples will illustrate 
the principles of the present invention. 

Example 1 

A production scale plant for continuous production 
of PP-homopolymer was simulated. The plant compris- 
es catalyst, alkyi, donor, propylene feed systems, pre- 
potymerization reactor, loop reactor and a fluidized bed 
gas phase reactor (GPR). 

The catalyst. alkyI, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to a loop re- 
actor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene was fed to the GPR. The 
production in the reactors were 300 kg/h in prepolymer- 
ization, 1 5 t/h in loop and 1 0 t/h in GPR. 

The prepolymerization loop reactor was operated 
at a 56 bar pressure and a 20 ^^C temperature. The loop 
reactor was operated at a 55 bar pressure and a 85 
temperature. The MFR (2.15 kg. 230 **C) of the PP- 
homopolymer produced in the loop was adjusted to 1 by 
controlling the hydrogen feed. 

The GPR was operated at a pressure of 35 bar and 
a temperature of 85 **C. The MFR (2.16 kg, 230 *C) of 
the PP-homopolymer taken out of the GPR was adjust- 
ed to 1 3 by conlroHing the partial pressure ol hydrogen. 
5 t/h of propene was recirculated from the GPR outlet 
back to the loop reactor. The once-through conversion 
of propylene was 83 % . 

Example 2 

A production scale plant for continuous production 
of PP-copolymer with good impact properties was sim- 
ulated. The plant comprises catalyst, alkyl. donor, pro- 
pylene feed systems, prepolymerization reactor, loop 
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reactor and a 2 fluidized bed gas phase reactors (of. Fig- 
ure 2). 

The catalyst, alky!, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to the loop 
reactor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene was fed to the first GPR. 

Before entering the second GPR the polymer from 
the first GPR was depressurized. Ethylene and addition- 
al propylene was fed to the second GPR. 

The production in the reactors was 300 kg/h in pre- 
polymerization, 15 t/h in loop and 10 t/h in the first GPR 
and 6 t/h in the second GPR. 

The prepolymerization loop reactor was operated 
at a pressure of 56 bar and a temperature of 20 °C. The 
loop reactor was operated at a pressure of 55 bar and 
a temperature of 85 "C. The MFR (2.16 kg. 230 °C) of 
the PP-homopolymer produced in the loop was adjusted 
to 20 by controlling the hydrogen feed. 

The first GPR was operated at a pressure of 35 bar 
and at a temperature of 85 °C. The MFR (2.16 kg, 230 
*C) of the PP-homopolymer taken out from the first GPR 
was set at 20 by adjusting the partial pressure of hydro- 
gen. 4.3 t/h of propone was recirculated from the GPR 
outlet back to the loop reactor. 

The second GPR was operated at a pressure of 20 
bar and a temperature of 70 °C. The MFR (2. 16 kg, 230 
°C) of the PP-copolymer taken out from the second GPR 
was adjusted to 1 3 by using the partial pressure of hy- 
drogen as a control means. 2.7 t/h of propene was re- 
circulated from the second GPR outlet back to the loop 
reactor and 1.6 t/h ethylene recirculated to the second 
GPR 

Example 3 

A production scale plant for continuous production 
of random PP polymer was simulated. The plant com- 
prises a catalyst, alkyi, donor, propylene and ethylene 
feed systems, prepolymerization reactor, loop reactor 
and a fluidized bed gas phase reactor (GPR). 

The catalyst, alkyl. donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to the loop 
reactor. Ethylene, hydrogen and more propylene was 
fed also fed to the loop. The polymer slurry from the loop 
reactor and additional hydrogen, ethylene and propyl- 
ene was fed to GPR. The production rate in the reactors 
were 300 kg/h during prepolymerization. 15 t/h in the 
loop and 10 t/h in the GPR. 

The prepolymerization reactor was operated at a 
pressure of 56 bar and a temperature of 20 °C. The loop 
reactor was operated at a pressure of 55 bar and a tem- 
perature of 75 *»C. The MFR (2.16 kg, 230 °C) of the 
random-PP produced in the loop was adjusted to 7 by 
controlling the hydrogen feed, and the ethylene content 
was adjusted to 3.5 % w/w by the ethylene feed. 



The GPR was operated at a pressure of 35 bar and 
a temperature of 80 °C. The MFR (2.16 kg. 230 °C) of 
the random-PP taken out from the GPR was adjusted 
to 7 by controlling the partial pressure of hydrogen, and 

5 the ethylene content was set at 3.5 % w/w by adjusting 
the partial pressure of ethylene. 5 t/h of propene and 33 
kg/h ethylene was recirculated from the GPR outlet back 
to the loop reactor. The once-through conversion of the 
propylene and ethylene were 83 % and 96 % respec- 

10 tively. 

Example 4 

A production scale plant for continuous production 
IS of PP-copolymer with good impact and creep properties 
was simulated. The plant comprises catalyst, alkyl, do- 
nor, ethylene and propylene feed systems, a prepolym- 
erization reactor, a loop reactor a flash tank and 2 flu- 
idized bed gas phase reactors. 
20 The calalysl, alkyl, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to a loop re- 
actor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor was fed to 
25 a flash tank, whoroin propylene and polymor wore sep- 
arated. 

The polymer from flash tank was fed to the first 
GPR. Propylene from flash tank was fed to the firts GPR 
after removal of hydrogen. Ethylene and additional pro- 
30 pylene was fed to the first GPR. The polymer from first 
GPR was fed to the second GPR. Ethylene, some hy- 
drogen and additional propylene were fed to the second 
GPR. 

The production in the reactors comprised 300 kg/h 

35 in prepolymerization, 10 t/h in loop and 10 t/h in the first 
GPR and 6 t/h in the second GPR. 

The prepolymerization reactor was operated at a 
pressure of 56 bar and a temperature of 20 °G. The loop 
reactor was operated at a pressure of 55 bar and a tem- 

^0 perature of 85 °C. The MFR (2.16 kg, 230 °C) of the PP- 
homopolymer produced in the loop was set at 100 by 
adjusting the hydrogen feed. 

The GPR was operated at a pressure of 35 bar and 
a temperature of 80 *»C. The MFR (2.16 kg. 230 °G) of 

^5 the PP of the GPR was set at 0.4 by controlling the pro- 
duction split between the reactors and the efficiency of 
hydrogen removal of flashed propene. Ethylene content 
was set at 2 % w/w by adjusting the partial pressure of 
ethylene and controlling the production split between 

50 the reactors. 

The second GPR was operated at a pressure of 20 
bar and a temperature of 70*0. The MFR (2.16 kg. 230 
°C) of the PP-copolymor in taken out of the second GPR 
was adjusted to 0.3 by controlling the partial pressure 

55 of hydrogen and by controlling the production split be- 
tween the reactors. Minor amounts of propylene were 
circulated from the second GPR back to the loop reactor 
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Example 5 

A production scale plant for continuous production 
of PP-copolymer with good creep properties was simu- 
lated. The plant comprises catalyst, alkyi, donor, ethyl- 
ene and propylene leed systems, a prepolymerization 
reactor, a loop reactor, a flash tank and a fluidized bed 
gas phase reactor. 

The catalyst, alkyI, donor and propylene were ted 
to prepolymerization reactor. The polymer slurry from 
the prepolymerization reactor was fed to a loop reactor 
to which also ethylene and more propylene was fed. The 
polymer slurry from the loop reactor was fed to a flash 
tank, wherein monomers and polymer were separated. 

The polymer from flash lank was fed to the GPR. 
Propylene from the flash tank was fed to the GPR after 
removal of ethylene. Hydrogen and additional propylene 
were fed to the GPR. 

The production in the reactors were 300 kg/h during 
prepolymerizalion, 10 l/h in loop and 10 l/h in Ihe first 
GPR 

Example 6 

A pilot plant operated continuously was used to pro- 
duce PP-homopolymer. The plant comprises catalyst, 
atkyl. donor, propylene feed systems, a prepolymeriza- 
tion reactor, a loop reactor and a fluidized bed gas phase 
reactor (GPR). 

The catalyst, alkyl. donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to a loop re- 
actor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene was fed to the GPR. 

The formed polymer and unreacted propylene were 
separated after removal of the polymerization product 
from the GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-catalyst made according to U.S. Patent 
No. 5,234.879. The catalyst was contacted with triethy- 
laluminium (TEA) and dicyclopentyldimethoxysilane 
(DCPDMS) (Al/Ti ratio was 250 and Al/Do 40 {mole}) 
before feeding to the prepolymerization reactor. 

The catalyst was fed according to U.S. Patent No. 
5,385.992 and was flushed with propylene to the prepo- 
lymerization reactor. The prepolymerization reactor was 
operated al 51 bar pressure, 20 *C temperature and 
mean residence time of the catalyst at 7 min. 

The prepolymerized catalyst propylene and other 
components were transferred to the loop reactor. The 
loop reactor was operated at a pressure of 50 bar, a tem- 
perature of 80 °C and a mean residence time of the cat- 
alyst of 1 h. The MFR (2.16 kg, 230 »C) of the PP- 
homopolymer produced in the loop was adjusted to 7 by 
using the hydrogen teed as a control means. 

The polymer slurry from the loop reactor was trans- 
ferred to the GPR. The GPR reactor was operated at a 



total pressure of 29 bar and a partial pressure of propyl- 
ene amounting to 21 bar The temperature was 90 **C 
and the mean residence time of the catalyst was 1 h. 
The MFR (2. 16 kg. 230 °C) ot the PP-homopolymer tak- 
5 en out of the GPR was 7 and controlled by adjusting the 
partial pressure of hydrogen. The production split be- 
tween the reactors was 1 % in prepolymenzation, 49 % 
in loop and 50 % in GPR. Catalyst productivity was 32 
kg PP/g cat. 

10 

Example 7 

A continuously operated pilot plant was used to pro- 
duce PP-homopolymers. The plant comprises catalyst, 
alkyl, donor, propylene feed systems, a prepolymeriza- 
tion reactor, a loop reactor and a fluidized bed gas phase 
reactor (GPR). 

The catalyst, alkyL donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 

20 from the prepolymerization reaclor was led to the loop 
reactor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene was fed to the GPR. 
The polymer formed and unreacted propylene 

25 where separated after removal from the GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-catalyst made according to Fl Patent Ap- 
plication No. 963707. The catalyst was contacted with 
triethylaluminium (TEA) and dicyclopentyldlmethoxysi- 

30 lane (DCPDMS) (Al/Ti ratio was 250 and Al/Do 40 
(mole)) before feeding to the prepolymerization reactor. 

The catalyst was fed according to U.S. Patent No. 
5,385,992 and was flushed with propylene to the prepo- 
lymerization reactor. The prepolymerization reaclor was 

35 operated at a pressure of 53 bar. a temperature of 20 
''C and a mean residence time of the catalyst of 7 min. 

The prepolymerized catalyst propylene and other 
components were transferred to the loop reactor. The 
loop reactor was operated at a pressure of 52 bar, a tem- 

40 perature of 85 "C and mean residence time of the cat- 
alyst at 1 h. The MFR (2.16 kg, 230 '^C) of the PP- 
homopolymer produced in the loop was adjusted to 7 by 
controlling the hydrogen feed. 

The polymer slurry from the loop reactor was trans- 

45 ferred to the GPR. The GPR was operated at a total 
pressure of 29 bar and a partial propylene pressure of 
21 bar. The temperature of the GPR was 80 °C and the 
mean residence lime of the catalyst 1 h. The MFR (2.16 
kg, 230 *C) of the PP-homopolymer taken out of the 

50 GPR was 7 and it was adjusted by controlling the partial 
pressure of hydrogen. The production split between the 
reactors was 1 % in prepolymerization. 53 % in loop and 
48 % in GPR. Catalyst productivity was 50 kg PP/g cat. 

55 Example 8 

A continuously operated pilot plant was used to pro- 
duce PP-homopolymer. The plant comprises catalyst. 
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alky!, dcwior, propylene feed systems, prepolymerlzation 
reactor, loop reactor and a fluidized bed gas phase re- 
actor (GPR). 

The catalyst, alkyi, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 5 
from the prepolymerization reactor was fed to the loop 
reactor to which also hydrogen and more propylene was 
fed. The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene was fed to the GPR. 

The polymer formed and unreacted propylene were 
separated after product removal from the GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-catalyst made according to U.S. Patent 
No. 5,234,879. The catalyst was contacted with triethy- 
laluminium (TEA) and dicyclopentyldimethoxysilane ^5 
(DCPDMS) (Al/Ti ratio was 250 and Al/Do 40 (mole)) 
before feeding to the prepolymerization reactor 

The catalyst was fed according to U.S. Patent No. 
5,365.992 and was flushed with propylene to the prepo- 
lymerization reactor. The prepolymerization reactor was 20 
operated at a 58 bar pressure, a 20 **C temperature and 
a mean residence time of the catalyst of 7 min. 

The prepolymerized catalyst propylene and other 
components were transferred to the loop reactor 

The loop reactor was operated at 57 bar pressure, 2S 
80 °C temperature and a mean residence lime of the 
catalyst of 2 h. The MFR (2.16 kg, 230 °C) of the PP- 
homopolymer produced In the loop was set at 375 via 
the hydrogen feed. 

The polymer slurry from the loop reactor was trans- 30 
f erred to the GPR. The GPR was operated at a total 
pressure of 29 bar and a partial propylene pressure of 
16 bar. The temperature of the reactor was 80 ''C and 
the mean residence time of the catalyst 2 h. The MFR 
(2.16 kg. 230 'C) of the PP-homopolymer taken out of 35 
the GPR was 450 and it was adjusted by controlling the 
partial pressure of hydrogen and by controlling the pro- 
duction split between the reactors. The production split 
was adjusted to comprise 1 % In prepolymerization, 50 
% in loop and 49 % in GPR. 40 

Example 9 

A continuously operated pilot plant was used to pro- 
duce PP-randompolymer. The plant comprises catalyst, 
alkyl, donor, propylene and ethylene feed systems, a 
loop reactor and a fluidized bed gas phase reactor 
(GPR). 

The catalyst, alkyl, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry so 
from the loop reactor and additional hydrogen, propyl- 
ene and ethylene was fed to the GPR. The polymer 
formed and unreacted propylene wore separated after 
removal from the GPR. 

The catalyst used was a highly active and store- ss 
©specific 2N-catalyst made according to U.S. Patent 
No. 5.234,879. The catalyst was prepolymerized with 
propylene (the mass ratio of PP/cat was 10) in batch 



according to Fl Patent No. 95387. The prepolymerized 
catalyst was contacted with triethylaiuminium (TEA) and 
dicyclopentyldimethoxysilane (DCPDMS) (Al/Ti ratio 
was 1 40 and Al/Do 1 0 (mole)) before feeding to the loop 
reactor. 

The catalyst was fed according to U.S. Patent No. 
5,385,992 and was flushed with propylene to the loop 
reactor. The loop reactor was operated at a 50 bar pres- 
sure, a 75 °C temperature and a mean residence time 
of the catalyst of 1 h. The MFR (2.16 kg, 230 *C) of the 
PP- random-polymer produced in the loop adjusted to 4 
via the hydrogen feed. The ethylene content was con- 
trolled to be 3.5 % w/w via the ethylene feed. 

The polymer slurry from the loop reactor was trans- 
ferred to the GPR. The GPR reactor was operated at a 
total pressure of 29 bar and a partial propylene pressure 
of 21 bar. The operational temperature of the GPR was 
80 °C and the mean residence time of the catalyst was 
1.5 h. The MFR (2.16 kg, 230 °C) of the PP-randompol- 
ymer taken out of the GPR was adjusted to 4 via the 
partial pressure of hydrogen. The ethylene content was 
controlled to be 3.5 % w/w via partial pressure of ethyl- 
ene. The production split between the reactors was 55 
% in the loop and 45 % in the GPR. 

Example 10 

A continuously operated pilot plant was used to pro- 
duce PP- random polymer. The plant comprises catalyst, 
alkyl. donor, propylene and ethylene feed systems, a 
loop reactor and a fluidized bed gas phase reactor 
(GPR). 

The catalyst, alkyl, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the loop reactor and additional hydrogen and pro- 
pylene was fed to the GPR. The polymer formed and 
unreacted propylene were separated after removal from 
GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-catalyst made according to U.S. Patent 
No. 5,234,879. The catalyst was prepolymerized with 
propylene (the mass ratio of PP/cat was 10) in batch 
according to Finnish Patent No. 95387. The prepolym- 
erized catalyst was contacted with triethylaiuminium 
(TEA) and dicyclopentyldimethoxysilane (DCPDMS) 
(Al/Ti ratio was 1 35 and Al/Do 1 0 (mole)) before feeding 
to the loop reactor 

The catalyst was led according to U.S. Patent No. 
5,385,992 and was flushed with propylene to the loop 
reactor. The loop reactor was operated at a pressure of 
50 bar. a temperature of 75 °C and a mean residence 
time of the catalyst of 1 h. The MFR (2.16 kg, 230 °C) 
of the PP-randompolymor produced in the loop was sot 
at 0.2 by adjusting the hydrogen feed. The ethylene con- 
tent was 3.5 % w/w and adjusted by controlling the eth- 
ylene feed. 

The polymer slurry from the loop reactor was trans- 
ferred to the GPR. The GPR reactor was operated at a 
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total pressure of 29 bar and a partial propylen pressure 
of 21 bar The operational temperature was 80 "^C and 
the mean residence time of the catalyst was 1 .5 h. The 
MFR (2. 1 6 kg, 230 °C) of the PP-random polymer taken 
out o\ the GPR was adjusted to 3 by controlling the par- 5 
tial pressure of the hydrogen. The ethylene content was 
set at 1.8 % w/w by adjusting the production split be- 
tween the reactors. The desired ethylene content was 
acchieved at a production split of 40 % in loop and 60 
% in GPR. 10 

The prepolymerization reactor was operated at a 56 
bar pressure and a 20 **C temperature. The loop reactor 
was operated at a 55 bar pressure and a 75 '^G temper- 
ature. The MFR (2. 1 6 kg, 230 °C) of the random-PP pro- 
duced in the loop was below 0. 1 and the ethylene con- 15 
tent was adjusted to 3.5 % w/w by controlling the ethyl- 
ene teed. 

The GPR reactor was operated at a 35 bar pressure 
and a 80 ''C temperature. The MFR (2.16 kg, 230 **C) 
of the PP-copolymer taken out of the GPR was 0.3 and 20 
adjusted by the partial hydrogen pressure. The ethylene 
content was set at 1 .8 % w/w by adjusting the production 
split between the reactors. 

Ethylene In the loop outlet was recovered from the 
flash gases and circulated back to the loop reactor. Pro- 2S 
pylene In the outlet of the GPR was recovered and fed 
to the loop reactor after removal of hydrogen. The once- 
through conversions of propylene and ethylene were 83 
% and 84 %. respectively. 

30 

Example 11 

A continuously operated pilot plant was used to pro- 
duce PP-copolymer with good Impact and creep prop- 
erties. The plant comprises catalyst, alkyi, donor, pro- -35 
pylene and ethylene feed systems, a prepolymerization 
reactor, a loop reactor and two fluidized bed gas phase 
reactors (GPR). 

The catalyst, alkyl. donor and propylene are fed to 
the prepolymerization reactor. The polymer slurry from 
the prepolymerization reactor is fed to a loop reactor to 
which also hydrogen, ethylene and additional propylene 
are fed. 

The polymer slurry from the loop reactor and addi- 
tional hydrogen and propylene are fed to the first GPR. 45 
The polymer from the first GPR Is ted to the second 
GPR. Ethylene, some hydrogen and additional propyl- 
ene was led to the second GPR. The polymer formed 
and un reacted propylene are separated after removal 
from the second GPR. so 

The catalyst used is a highly active and stereospe- 
cific ZN-catalyst made according to U.S. Patent No. 
5,234,879. The catalyst is contacted with tricthylalumin- 
ium (TEA) and dicyclopentyldimethoxysilane (DCP- 
DMS) (Al/Ti ratio is 150 and Al/Do 10 (mole)) before ss 
feeding to the prepolymerization reactor. 

The catalyst is fed according to U.S. Patent No. 
5.385.992 and is flushed with propylene to the loop re- 



actor. The prepolymerization reactor is operated at a 
pressure of 51 bar. a temperature of 20 **C and a mean 
residence time of the catalyst of 7 min. 

The loop reactor is operated at a 50 bar pressure, 
a 75 **C temperature and a mean residence time of the 
catalyst of 1 h. The MFR (2.16 kg. 230 **C) of the PP- 
randompolymer produced in the loop is adjusted to 7 by 
controlling the hydrogen feed. The ethylene content is 
adjusted to 3 5 % w/w by using the ethylene feed as a 
control means. 

The polymer slurry from the loop reactor is trans- 
ferred to the first GPR. The first GPR reactor is operated 
at a total pressure of 29 bar and a partial propylen pres- 
sure of 21 bar The operational temperature is 80 **C and 
the mean residence time of the catalyst 1 .5 h. The MFR 
(2.16 kg, 230 °C) of the PP-randompolymer taken out 
of the GPR adjusted to 10 by using the partial hydrogen 
pressure. The ethylene content Is set at 2 % w/w by ad- 
justing the production split between the reactors. 

The polymer from the first GPR is Iranslerred to the 
second GPR. The second GPR is operated at a total 
pressure of 10 bar and a partial monomer pressure of 7 
bar. The operational temperature Is 80 °C and mean res- 
idence time of the catalyst 1 .5 h. The MFR (2.16 kg. 230 
°C) of the PP-copolymor taken out of the GPR is adjust- 
ed to 7 via the partial pressure of the hydrogen. The eth- 
ylene content is set at 1 0 % w/w by adjusting the partial 
pressure of ethylene and by controlling the production 
split between the reactors. 

The desired properties are achieved with a produc- 
tion split of 1 % In prepolymerization, 40 % in loop and 
40 % in the first GPR and 1 9 % in the second GPR. 

Example 12 

A continuously operated pilot plant was used to pro- 
duce very soft PP-copolymer. The plant comprises cat- 
alyst, alkyl. donor, propylene and ethylene feed sys- 
tems, prepolymerization reactor, loop reactor and a flu- 
idized bed gas phase reactor (GPR). 

The catalyst, alkyl, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to a loop re- 
actor ton which also hydrogen, ethylene and additional 
propylene was ted. 

The polymer slurry from the loop reactor and addi- 
tional ethylene, hydrogen and propylene were ted to the 
GPR. The formed polymer and un reacted monomers 
were separated after removal from GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-catalyst made according to U.S. Patent 
No. 5,234,879. The catalyst was contacted with triethy- 
laluminium (TEA) and dicyclopcntyl-dimothoxysilano 
(DCPDMS) (Al/Ti ratio was 150 and Al/Do 10 (mole)) 
before feeding to the prepolymerization reactor. 

The catalyst was fed according to U.S. Patent US- 
5.385,992 and was flushed with propylene to the loop 
reactor. The prepolymerization reactor was operated at 
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a 51 bar pressure, a 20 °C temperature and a mean res- 
idence time of the catalyst of 7 min. 

The loop reactor was operated at a pressure of a 
50 bar. a temperature of 75 °C temperature and mean 
residence time of the catalyst at 1 h. The MFR (2.16 kg, 
230 **C) of the PP-random-polymer produced in the loop 
was controlled to be 4 via hydrogen feed. The ethylene 
content was adjusted to 3.8 % w/w by controlling the 
ethylene feed. 

The polymer slurry from the loop reactor was trans- 
ferred to the first GPR. The first GPR reactor was oper- 
ated at a total pressure of 29 bar and a partial propylene 
pressure of 21 bar The operational temperature was 80 
°C and the mean residence time of the catalyst 1 .2 h. 
The MFR (2.16 kg. 230 °C) of the PP-randompolymer 
taken out of the GPR was set at 2.5 by adjusting the 
partial hydrogen pressure. The ethylene content was set 
at 8 % w/w by adjusting production split between the 
reactors and the partial pressure of ethylene. 

Desired properties are achieved with a production 
split of 1 % in prepolymerization, 45 % in loop and 55 % 
in the GPR. 

The polymer from the GPR could have been trans- 
ferred to another GPR to produce even softer PP copoi- 
ymor by having oven higher partial pressure of othylcnc 
in the second GPR. 

Example 13 

A continuously operated pilot plant was used to pro- 
duce PP-copolymer with good creep properties. The 
plant comprises catalyst, alkyl. donor, propylene and 
ethylene feed systems, a prepolymerization reactor, a 
loop reactor and a fluidized bed gas phase reactor 
(GPR). 

The catalyst, alkyl, donor and propylene were fed 
to the prepolymerization reactor. The polymer slurry 
from the prepolymerization reactor was fed to the loop 
reactor to which also hydrogen, additional propylene 
was fed. 

The polymer slurry from the loop reactor was fed to 
a flash tank wherein monomers and polymer were sep- 
arated. The polymer from the flash tank was fed to the 
GPR. Propylene from flash tank was fed to the GPR af- 
ter removal of hydrogen. Ehylene, additional hydrogen 
and additional propylene were fed to the GPR. 

The catalyst used was a highly active and stere- 
ospecific ZN-calalyst made according to U.S. Patent 
5.234.879. The catalyst was contacted with triethylalu- 
minium (TEA) and dicyclopentyldimethoxysilane (DCP- 
DMS) (AlATi ratio was 140 and A!/Do 10 (mole)) before 
feeding to the prepolymerization reactor 

The catalyst was fod according to U.S. Patent No. 
5,385.992 and was flushed with propylene to the loop 
reactor The prepolymerization reactor was operated at 
a 51 bar pressure, a 20 '^C temperature and a mean res- 
idence time of the catalyst of 7 min. 

The loop reactor was operated at a 50 bar pressure. 



a 75 ®C temperature and a mean residence time of the 
catalyst of 1 h The MFR (2.16 kg, 230 '^C) of the PP- 
randompolymer produced in the loop was set at 10 by 
adjusting the hydrogen feed. 
5 The GPR reactor was operated at a total pressure 
of 29 bar and a partial propylene pressure of 1 6 bar The 
operational temperature was 80 °C and the mean resi- 
dence time of the catalyst 1 . 1 h. The MFR (2. 1 6 kg. 230 
**C) of the PP-copolymer taken out of the GPR was ad- 
10 justed to 5 via the partial hydrogen pressure and via the 
production split between the reactors. The ethylene con- 
tent was adjusted to 3.5 % w/w by controlling the pro- 
duction split between the reactors and partial pressure 
of ethylene. 

Desired properties are achieved with production 
split of 1 % in prepolymerization, 40 % in loop and 59 % 

in the GPR. 

The polymer from the GPR could have been trans- 
ferred to another GPR to produce PP copolymer with 
belter impact properties by having even higher partial 
pressure of ethylene in the second GPR. 



Claims 

1. A process for preparing propylene homopolymers 
and copolymers, which comprises polymerizing 
propylene optionally with comonomers in the pres- 
ence of a catalyst at elevated temperature and pres- 
sure in at least one slurry reactor and at least one 
gas phase reactor, the polymerization product of at 
least one slurry reactor, containing unreacted mon- 
omers, being directly conducted to a first gas phase 
reactor essentially without recycling of the unreact- 
ed monomers to the slurry reactor. 

2. The process according to claim 1, wherein the po- 
lymerization product of the slurry reactor comprises 
polymeric substances selected from the group con- 
sisting of polypropylene, propylene copolymers and 
mixtures of polypropylene and propylene copoly- 
mers. 

3. The process according to claim 1 or 2, wherein the 
slurry reactor comprises a loop reactor and wherein 
the concentration of propylene in the reaction me- 
dium is over 60 wt-7o and the product forms in a 
particulate form. 

4. The process according to any of claims 1 to 3, 
wherein the slurry reactor is operated at a temper- 
ature in the range of 60 to 80 ^'C for preparing ran- 
dom or tcr-copolymors. 

5. The process according to to any of claims 1 to 3, 
wherein the slurry reactor is operated at a temper- 
ature in the range of 80 **C to the critical temperature 
of the reaction medium. 
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6. The process according to any o1 claims 1 to 3. 
wherein the slurry reactor is operated at a temper- 
ature higher than the critical temperature of the re- 
action medium and below the softening tempera- 
ture of the polymer 5 

7. The process according to any of claims 1 to 6, 
wherein the slurry reactor is operated at a pressure 
In the range of 35 to 100 bar. 

10 

8. The process according to any of the preceding 
claims, wherein the polymerization product is con- 
ducted from the slurry reactor to the first gas phase 
reactor via a direct pipeline. 

IS 

9. The process according to any of the preceding 
claims, wherein the reaction medium of the polym- 
erization product is evaporated before the polymer- 
ization product is fed into a first gas phase reactor. 

20 

10. The process according to claim 9. wherein the po- 
lymerization product is conducted from the slurry re- 
actor to the first gas phase reactor via a jacketed 
pipe line heated by steam for providing at least a 
part of the energy needed for evaporation of the rc- ^5 
action medium. 

11. The process according to any of the preceding 
claims, wherein the polymerization product fed to 

the first gas phase reactor contains copolymers 30 
comprising > 0.5 wt-%. preferably 2 to 16 wt-%, of 
at least one comonomer. 

12. The process according to claim 11 , wherein the po- 
lymerization product is copolymerized in the first 3S 
gas phase reactor with additional comonomers to 
increase the comonomer content. 

13. The process according to claim 12, wherein the 
comonomer content is increased up to 20 wt-%. 

14. The process according to any of claims 1 to 13. 
wherein polymerization in the first gas phase reac- 
tor is carried out without additional monomer feed. 

45 

15. The process according to any one of the preceding 
claims, wherein a polymerization product is recov- 
ered from the gas phase reactor to provide im- 
proved properties, such as stiffness, creep proper- 
ties, or softness. 

16. The process according to claim 15, wherein the po- 
lymerization product is subjected to copolymoriza- 
tion in the presence of comonomers to provide a 
third polymer product with improved impact 55 
strength properties. 

17. The process according to claim 1 6. wherein the co- 



polymerization is earned out in a second gas phase 
reactor arranged in series with the first gas phase 
reactor. 

18. The process according to claim 16 or 17, wherein 
the first modified polymer is recovered and subject- 
ed to further copolymerization to provide a fourth 
polymer product having properties of improved stiff- 
ness, impact balance or stress whitening or white 
blush properties. 

19. The process according to claim 1 8, wherein the fur- 
ther copolymerization reaction is carried out in a 
third gas phase reactor arranged in series with the 
second gas phase reactor. 

20. The process according to claim 18 or 19, wherein 
the second modified polymer is subjected to at least 
one further copolymerization reaction In at least one 
furlher reactor. 

21. The process according to any of the preceding 
claims, wherein at least part of the unreacted mon- 
omers are recovered from the second and/or third 
gas phase reactor and recycled back to the previ- 
ous gas phase reactor(s). 

22. The process according to any of the preceding 

claims, wherein the unreacted monomers recov- 
ered from the first gas phase reactor are recycled 
back to the gas phase reactor. 

23. The process according to any of the preceding 
claims, wherein the unreacted monomers recov- 
ered from the first gas phase reactor are recycled 
back to the slurry reactor. 

24. The process according to any of the preceding 
claims, wherein a part of the unreacted monomers 
recovered from the first gas phase reactor is recy- 
cled back to the slurry reactor 

25. The process according to claim 24, wherein the 
amount of monomers recycled comprises 1 to 65 
wt-% of the amount of monomers in the feed of the 
slurry reactor. 

26. The process according to any of Ihe preceding 
claims, wherein the production rate of the slurry re- 
actor is 10 to 70 wt-%, preferably 20 to 65 wt-%, in 
particular 40 to 60 wt-%, of the total production rate 
of the slurry and the first gas phase reactor. 

27. The process according to any of the preceding 
claims, wherein hydrogen is used in at least one re- 
actor as a molar mass modifier. 

28. The process according to any of the preceding 
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claims, wherein the catalyst used is prepolymerized 
before feeding it into the prcx:ess. 

29. A process for preparing propylene homopolymers 
and copolymers, which comprises the steps of s 

subjecting propylene optionally with comono- 
mers to polymerization in the presence of a cat- 
alyst at elevated temperature and pressure in 
at least one slurry reactor to produce a first po- 10 
lymerization product comprising propylene pol- 
ymer and unreacted monomers, 
recovering the polymer and the unreacted mon- 
omers, 

feeding the polymer to at least one gas phase ^5 
reactor, 

feeding essentially alt of the unreacted mono- 
mers to said gas phase reactor, 
subjecting the polymers and the unreacted 
monomers to polymerization in said gas phase 20 
reactor to produce a second polymerization 
product containing propylene polymer and gas- 
eous substances, and 
recovering the propylene polymer. 

25 

30. The process according to claim 29. wherein the pro- 
pylene polymer is fed to a further gas phase reactor 
for copolymerization. 

31. The process according to claim 29 or claim 30. 30 
wherein hydrogen is used as molar mass modifier 

In at least one of the reactors. 

32. The process according to any of claims 29 to 31. 
wherein the polymerization in gas phase is carried 3S 
out essentially without additional feed of mono- 
mers. 

33. The process according to any of claims 29 to 32, 
wherein the first polymerization product is conduct- 40 
ed to a flash tank to reduce the pressure thereof and 

in order to separate a gaseous product, unreacted 
monomers are recovered from the gaseous prod- 
uct, and the unreacted monomers are fed into the 
gas phase reactor. 4S 

34. The process according to claim 33, wherein hydro- 
gen and/or inert hydrocarbons are separated from 
the gaseous product. 

so 

35. The process according to claim 04, wherein hydro- 
gen and/or inert hydrocarbons are separated by 
membranes or stripping. 

36. A propylene homo- or copolymer prepared accord- ss 
ing to a process according to any of claims 1 to 35. 

37. Apparatus for preparing propylene homopolymers 
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and copolymers, which comprises 

at least one slurry reactor and at least one gas 
phase reactor, arranged in series to form a cas- 
cade, and 

a conduit interconnecting at least one slurry re- 
actor with at least one gas phase reactor for 
conducting the polymer and essentially all of 
the unreacted monomers from the slurry reac- 
tor directly to the gas phase reactor. 

38. The apparatus according to claim 37, wherein there 
is no conduit connected to a slurry reactor for recy- 
cling of unreacted monomers back to the same re- 
actor. 

39. The apparatus according to claim 37 or claim 38, 
wherein at least one of the gas phase reactors Is 
provided with a conduit Interconnecting said gas 
phase reactor with at least one slurry reactor for re- 
cycling any unreacted monomers. 

40. The apparatus according to any of claims 37 to 39, 
wherein the conduit interconnecting the slurry reac- 
tor with the gas phase reactor comprises a jacketed 
pipe line. 

41. The apparatus according to claim 40, wherein the 
conduit is provided with means for heating it with 
steam. 

42. Apparatus for preparing propylene homopolymers 
and copolymers, which comprises 

at least one slurry reactor and at least one gas 
phase reactor, arranged in series to form a cas- 
cade, 

a flash tank for separating polymer from reac- 
tion medium containing unreacted monomers 
and volatile compounds, said tank having an in- 
let for a polymerization product and an outlet 
for the polymer and an outlet for the reaction 
medium, 

a separation means for separating volatile com- 
pounds from the reaction medium, said sepa- 
ration means having an inlet for the reaction 
medium and an outlet for the reaction medium 
and an outlet for the volatile compounds, 
a first conduit interconnecting at least one slur- 
ry reactor with the inlet of the flash tank, 
a second conduit interconnecting the outlet of 
the polymer with at least one gas phase reactor 
a third conduit interconnecting the outlet of the 
reaction medium with the inlet of the separation 
means, and 

a fourth conduit interconnecting the outlet of the 
reaction medium from the separation means 
with the gas phase reactor. 
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